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Oxy  Diamine  Brown  G. 


The  light  shades  on  loose  COtton  have  been  dyed  with 
the  addition  of 

1 ®/o  soda 

10 ‘Vo  desiccated  Glauber’s  salt, 
the  dark  shades  with  the  addition  of 

2 "/o  soda 

OnO/rt  I o S^lt. 

NOTE. 

On  account  of  the  liability  of  Nitrazol  C,  pat.,  to  spontaneous 
combustion,  we  do  not  carry  this  article  in  stock,  but  submit  this 
card  for  the  valuable  information  and  instructions  contained 
therein  for  the  diazotizing  of  Paranitranlline  C,  and  the  use  of  this 
diazotized  product  for  the  coupling  of  our  colors. 

WM.  J.  MATHESON  & CO.,  Ltd. 

3 oz  soap 

4‘/2  oz  phosphate  of  soda  / per  10  gallons  liquor. 

2 lbs  common  salt  ) 

Unions  have  been  dyed  with 

4 lbs  crystallised  Glauber’s  salt  per  10  gallons  liquor. 


ding  to  our  well  known 
l‘'/o,  for  the  dark  shades 


Properties : 

a)  of  the  direct  dyeings: 

Fastness  to  washing: 

Fastness  to  light: 
Fastness  to  acids: 


Fastness  to  ironing: 
Dischargeability: 


Similar  to  Diamine  Brown  3G; 
considerably  better  than  Cotton 
Brown  A and  N. 

11. 

By  diluted  acetic  acid  the 
shade  is  somewhat  deepened, 
if  however  the  acid  is  washed 
out  with  water  the  orio-hial 

o 

shade  returns. 

Very  good. 

Easily  dischargeable  with  tin 
crystals  and  zinc  dust. 


Oxy  Diamine  Brown  G. 


The  light  shades  on  loose  COtton  have  been  dyed  with 
the  addition  of 

1 ”/o  soda 

10  "/o  desiccated  Glauber’s  salt, 
the  dark  shades  with  the  addition  of 

2 "/p  soda 

20  "/o  desiccated  Glauber’s  salt. 

The  dyeings  w’ere  coupled  according  to  our  well  known 
process,  using  for  the  light  shades  2‘'/o,  for  the  dark  shades 
^ °/o  Nitrazol  C,  pat. 

Satin  has  been  dyed  with 

3 oz  soap  ) 

4‘/2  oz  phosphate  of  soda  > per  10  gallons  liquor. 

2 lbs  common  salt  ) 

Unions  have  been  dyed  with 

4 lbs  crystallised  Glauber’s  salt  per  10  gallons  liquor. 


Ppoperlies : 

a)  of  the  direct  dyeings: 
Fastness  to  washing: 

Fastness  to  light: 
Fastness  to  acids: 


Fastness  to  ironing: 
Dischargeability: 


.Similar  to  Diamine  Brown  3G; 
considerably  better  than  Cotton 
Brown  A and  N. 

11. 

By  diluted  acetic  acid  the 
shade  is  somewhat  deepened, 
if  however  the  acid  is  washed 
out  with  water  the  original 
shade  returns. 

VTry  good. 

Easily  dischargeable  with  tin 
crystals  and  zinc  dust. 


b)  of  the  coupled  dyeings: 

Fastness  to  washing:  \^ery  good,  same  as  our 

Diamine  Nitrazol  Browns. 


Fastness  to  liglit:  II. 

Fastness  to  acids:  By  diluted  acid  the  shade  is 

rendered  somewhat  yellower. 

Fastness  to  ironing:  Direct  heat  turns  the  shade 

somewhat  more  reddish;  on 
beinw  cooled  oil  the  original 

o o 

shade  however  returns. 


Ox;'  Diainiue  Broivn  G is  in  the  fu  st  place  of  moment  fur 
direct  dyeings,  mhich  are  distinguished  fur  special  body  of  shade 
and  brightness. 

05  the  fastness  to  ironing  is  very  good  the  product  is  also 
of  interest  for  piece  dyeing. 

By  coupling  nnlh  Nitrazol  C deep  I'eddish  bronni  shades 
ai-e  obtained,  mhich  in  addition  to  low  cost  are  distinguished  for 
their  rery  good  resistance  to  washing. 

Oxy  Diamine  Broivn  G is  further  very  suitable  for  the 
dj'eing  of  Union  and  Satin  goods. 
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Cotton 

Nos.  1,  3 and  5 dyed  direct.  •!. 


yarn. 

Nos.  2,  4 and  6 
coupled  with  Nitrazol  C,  pat. 


Loose  cotton. 
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13 


15 


17 


S atte  e n 

dyed  direct. 


Raised  cotton  cloth 


dyed  direct. 


dyed  direct. 


4 % 


coupled  with  Nitrazol  C,  pat. 


2 

2 % 

i[m 

Satin 

dyed  direct. 


coupled  with  Nitrazol  C,  pat. 


Italians 

dyed  direct. 
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14 


16 


18 


W^L  J.  MATHESON  & C9^ 

182  and  184  FRONT  STREET 

NEW  YO  R K. 





Branch  Houses 
Carrying  Stock : 


Boston,  524  Atlantic  Avenue. 

Philadelphia,  126  to  128  South  Front  Street. 
Providence.  64  Exchange  Place. 

Charlotte,  N.  C.,  12  North  College  Street. 
Montreal,  Canada,  96  to  98  Foundling  Street. 


